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REACTIONS OF ANILINE LAKES.

Colouring Matter.
	Carrier.
	Precipitating Agent.
	Shade.
	Solubility of the Lake in.
				
				Hot Water.
	Alcohol
	Acetic Acid.
	Turpentine
	Varnish.

New Methy-lene blue BB (Bayer)
	Barytes
	Tannin and antimony salt
	Very dark greenish blue
	Insol.
	Somewhat
	Great
	Insol.
	Insol.


	China-el ay
	None
	Dark reddish blue
	Insol.
	Insol.
	Somewhat
	Insol.
	Insol.


	Green-eartli
	None
	Pale dark greenish blue
	Insol.
	Insol.
	Insol.
	Insol.
	Inaol.

Fast navy-blue E (Oenler)
	Barytes
	Tannin and antimony salt
	Blackish blue
	Insol.
	Fair [reddish brown), clear
	Great (bluish ruby-red), clear
	Insol.
	Insol.


	China-clay
	None
	Dark red-violet
	Insol.
	fair (carmine)
	Great (red-violet), clear
	Insol.
	Insol,


	Green-earth
	None
	Dark reddish blue
	Insol.
	Traces yellowish Mown), clear
	Insol.
	Insol.
	Insol

t
